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(57) An organic-inorganic composite conductive 
sol, and a process for producing the same are dis- 
closed. The organic-inorganic composite conductive sol 
comprises colloidal particles having a primary partical 
size of 5 to 50 nm of conductive oxide such as colloidal 
particles of conductive zinc antimonate. colloidal parti- 
cles of conductive indium antimonate or a mixture 
thereof, and colloidal particles having a primary particle 
size of 2 to 10 nm of conductive polymer such as poly- 
thiophene or polythiophene derivative. The composite 
conductive sol is suitable for use in various fields such 
as transparent antistatic materials, transparent ultravio- 
let stosorbing materials, transparent heat absorbing 
materials, transparent resistant materials, high refrac- 
tive index hard coat agents and anti-ref lecling agents of 
resins, plastics, glasses, papers, magnetic tapes, and 
the like. 
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that the coloration of a coating layer Increases, thereby decreasing transparency, and It is difficult to develop a coating 
layer hardness although flexibility of a film is excellent Further, since the conductive polymer colloid consists of very 
fine particles, there are disadvantages that compatibility with a binder is poor and viscosity increases. Furthermore, if 
the amount of the conductive polymer blended is small, it is difficult to develop conductivity. It is also difficult for the con- 
ductive film using the conductive polymer to increase the thickness of the film from the view point of coloration and 
costs, so that it is difficult to obtain stability in conductivity of a film. 

[0013] Where the conductive oxide colloid or conductive polymer colloid is used as an.antistatic use. for example, 
where it is used as a transparent antistatic paint or where the sole use of the conductive oxide colloid or conductive pol- 
ymer colloid does not exhibit a sufficient performance, for example, where the blending amount is small or a coating 
layer is post-processed, defects of both the conductive oxide colloid and the conductive polymer colloid cannot be sup- 
plemented by merely mixing and using together the conductive oxide sol and the conductive polymer solution. In gen- 
eral, even if the conductive oxide sol and the conductive polymer are merely mixed, agglomeration and gelation occur, 
and such a product cannot be put Into practical use. 

15 SUMMARY OF THE INVENTION 

[001 4] Accordingly, an object of the present invention is to provide an organic-inorganic composite conductive sd and 
a process for producing the same, wherein the disadvantages of a conductive oxide sol and a conductive polymer col- 
loidal solution are Inrproved. * ^ 
20 [001 5] According to a first aspect of the present Invention, there is provided an organic-inorganic composite conduc- 
tive sol comprising colloidal particles of conductive oxide having a primary particle size of 5 to 50 nm. and colloidal par- 
ticles of conductive polymer. 

[0016] According to a second aspect of the present invention, in the organic-inorganic composite conductive sal ot 
the first aspect of the invention, the colloidal particles off conductive oxide are colloidal partides of conductive zinc anti- 
25 monate. colloidal particles of conductive indium antimonate. or a mixture thereof. 

[0017] According to a third aspect of the present invention, in the organic-Inorganic composite conductive sol of the 
first or the second aspect of the invention, the colloidal particles of conductive polymer have a primary particle size of 

2 to 10 nm. . -X J ^• 

[001 8] According to a fourth aspect of the present invention. In any one of the organic-inorganic composite conductive 
sol of the first to third aspects of the invention, the conductive polymer is polythiophene or polythiophene derivative. 
[001 9] According to a fifth aspect of the present invention, in any one of the organic-inorganic composite conductive 
sols of the first to fourth aspects of the invention, the proportion of the conductive oxide and the conductivejDolymer is 
98^ to 5/95 In the conductive oxide/conductive polymer weight ratio. 

[0020] According to a sixth aspect of the present invention, there is provided a process for producing an organic-inor- 
35 ganic composite conductive sol of the first aspect of the invention, characterized In that a conductive oxide sol having a 
concentration of 0.1 to 5% by weight and a conductive polymer colloidal solution in a concentration of 0.01 to 0.5% by 
weight are mixed and then concentrated. 

[0021 1 According to a seventh aspect of the present invention, in the process for producing an organic-inorganic com- 
posite conductive sol of the sixth aspect of the invention, the conductive oxide sol Is an aqueous sol which does not sub- 
stantially contain Ions, and the conductive polymer the colloidal solution Is an aqueous colloidal solution. 
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BRIEF DESCRIPTION OF THE DRAWINGS 
[0022] 



Fig. 1 is a transmission electron micrograph (magnification: 200.000) showing a particle structure of anhydrous zinc 
antimonate aqueous sol used in Example 1 ; and 
Fig. 2 is a transmission electron micrograph (magnification: 200,000) showing a particle structure of an organic- 
inorganic composite conductive sol comprising particles In which polythiophene colloids are adsorbed on or 
so bonded to the periphery of anhydrous zinc antimonate particles produced in Example 1 . 

nPTAII FH DESCRIPTtnN OF THE P REFERRED EMBODIMENT 

[0023] The present invention Is described in detail below. 
55 [0024] The conductive oxide used in the present invention has a primary particle size of 5 to 50 nm. 

[0025] The "primary particle size" used herein does not mean a diameter of particles in an agglomerated state, but is 
determined as a diameter of one particle when individually separated, by observation with an electron microscope. 
[0026] Examples off the colloidal particles of those conductive oxides include conductive oxides having high transpar- 
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ency such as antimony oxide-doped tin oxide, tin oxide-doped indiunn oxide, conductive zinc antimonate. conductive 
indium antimonate and conductive zinc oxide. Those can be used alone or as mixtures thereof. Those conductive 
oxjdes are commercally available as an aqueous sol or an organic solvent sol. Further, if necessary, this conducive 
oxide povvder may be wet-ground in water or an organic solvent to form a sol for use. For example, anhydrous zinc anti- 
^SSll *> ' ^'k' '"f*"' ''^'"''^ JP-A-6-219743 can be used. That is. zinc compounds (such as zS^ 
cartx)nate, basic z.nc carbonate, zinc nitrate, zinc chloride, zinc sulfate, zinc formate, zinc acetate or zinc oxalate) and 
cdloidal antimony oxKles (such as diantimony pentoxide sol. diantimony pentoxide powder or fine parSc^Hant.^ 

C to obtan anhydrous zinc antimonate. and the anhydrous zinc antimonate obtained is wet-ground in water or an 
organic so ven with, for example, sand grinder, ball mill, homogenizer. disper or colloid mill, thereby an aqueous sol or 
organic solvent sol of anhydrous zinc antimonate is obtained. oMueoussoior 
ISIS? ^"rt'^«''-J"d'"'" antimonate obtained by the method described in JP-A-7-14491 7 can be used. That is indium 
c3«'fr^J!^'^.f^! II' ""'""'T^: '"^'"^ '"^'"-^ '^^'feon^te. basic indium carbonate. Indium nitrate.' indium 
chto KJe. irxfium sulfate, indium sulfaminate. indium oxalate or tetraethoxyindium) and colloidal arrtimony oxid^ (such 
as dmntimony pentoxide sol. diantimony pentoxide powder or fine particulate diantimony trioxide powder) are mixed in 

Tni?^ ' ^^""'"^ "^"^'^ "^"^ *° in air to obtain inSum antimonate ihe 

mdium antimonate obtained .s wet-ground in water or an organic solvent with, for example, sand grinder, ball mill 

^T"'- t'^T °' """^"^ ^^^"'y ^' °^ °^9«"!<= indium Limonate 

nS! -ru ^ °°"ductive oxide aqueous sol which does not substantially contain ions is preferable 

n?f Lrl^f conductive polymer is preferably colloidal particles having a primary particle size of 2 to 10 nm. and exam- 
ples ttiereof include polyanilme. polyan.line derivatives, polythiophene. polythiophene derivatives, polypyrrole poly- 
acetylene, polyparaphenylene and polyphenylene vinylene. Examples of the dopant which can be used include CI Br 

■ Pf ato'uenesulfonic acid, sulfonated polystyrene, polymethacrylic acid and sulfonated polyvinyl alcohol ' 
IS? ^^"T ^"^""^"^ P^'y^®"^ containing a dopant are commercially available as the conductive polymer in 

theform of po«^er or dispe^ion. and those can be used. In the present invention, this conductive polymer Sntaining 
adopant is called a conducive polymer The conductive polymer used in the present invention is prSerLy one S 
oo^urtivity equal to or higher than that of the conductive oxides, and polythiophene or its derivatives are pa^icS 
pnrferaWe. For example, polythiophene and polythiophene derivatives described in JP-A-1-313521. 7-90060 and I 
12968 can preferably be used. 

[0031] In order to supplement mutually the defects of the conductive oxide sol and the conductive polymer colloid 

atSSent^At K. conduchve «ade partides and the conductive polymer partides behave separately. Snd as a result. 

Sd? sol "'^ ^ to obtain a sufficient eiect by using th^ 

«!i.!Il«n*^«?!f ''^ * "«cessary to form a composite by mutual bonding or 

adsorption of the conducbve oxide colloids and the conductive polymer colloids wing or 

S^Jh,'!!!^'" "^^^ ^ «™« the conductive polymer colloidal solution or an organic-inorganic com- 
^^^T^ ^ ^ "^«"«P«'-«"t antistatic paint. In this case, if the ccSductive odde sol or 

the conductive polymer colloidal solution cause agglomeiation or gelation, a sufficient transparency as a transrSert 
40 antistatic paint cannot be obtained. ho w R,y «, a uonsperem 

[0033] The form of colloidal particles of conducf ve polymers such as polyacetylene. polythiophene polyaniline 
pojwrrole polyparaphenylene. polyparaphenylene vinylene and their derivatives greatly differs depending on its 
^rSS'aTf r^rtS conditions, and colloidal particles having indefinite shape, fibrous shape, or 

l^^LI°! ^'^^'"P'^- '•„«9«^'^'"9 polyaniline. Adv. Mater. 1993, 5. No. 4, pp. 300-305 describes spherical particles hav- 
ir^ a particle size of 100 to 200 nm. Polymer, 1993. vol. 34. Na 1. pp. 158-162 describes that N-substituted polyaniirne 
denvatives form plumous agglomerates of several hundreds nm. poiyamime 
[003S] According to the observation with a transmission electron microscope, it is seen that the commercially availa- 
so «nTr5r""^ °/ P°5^^'°Ph®"^ a °* spherical partides. fibrous particles having definite shie. and 

50 agglomerates of particles having indefinite shape. In particular, since the agglomerates of particles havinglSrfinte 

^Jr^lf r *° agglomerates of amorphous alumina hydrate colloidal particles it is con- 

sidered to be agglomerates of small colloidal particles. 

[0036] On the other hand, transparent conductive oxide colloidal particles of tin oxide-doped indium oxide (ITO) anti- 
« "'^'^^-doPed tin oxide (ATO). conductive zinc antimonate conductive indium antimonate. conductive tin oxide or 

l^lorSerates * """"^ '^'^'"'^ of 5 to 50 nm and are present alone (as primary particles)or aTsma^I 

[003^ As a result of observation with a transmission electron microscope, it was recognized that the commerdallv 
available polythK,phene (Baytron P. trade name, a product of Bayer AG) was comprised <S partides agglomZS 
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a spherical shape of 1 0 to 1 00 nm. agglomerates of fibrous particles of a minor axis of 2 to 5 nm and a major axis of 50 
to 100 nm. and agglomerates of particles of several nm having indefinite shape* and it was quantitatively confirmed that 
the amount of agglomerates of particles having a primary particle size of 2 to 10 nm is large. 

[0038] It was confirmed that the commercially available polyaniline was comprised of monodi^ersed particles having 
5 a particle size of 2 to 5 nm, several to several tens of small agglomerates, further large agglomerates, and spherical 
particles (spherical agglomerates) having a particle size of 200 nm or more, although the number of these particle is 
small. 

[0039] It can be said from those results that the conductive polymer colloids are basically ones that very small parti- 
cles (several nm) weaWy agglomerate in a random direction, and ones that the particles strongly bond to form fibrous 

10 particles or spherical particles. In particular, weak agglomerates can be made remarkably small agglomerates by 
appropriately selecting mechanical force, concentration, pH (in case of an aqueous solution), solvent and the like. 
[0040] The above-described conductive oxide colloids each contain basic oxide, therefore colloids as a whole and all 
sites are not negatively charged as in colloidal silica, but the colloids are positively charged partially or entirely. For 
example, in zinc antlmonate sol, the site of-O-Sb ^ -O- is negatively charged, but the site of -O-Zn -O- is positively 

15 charged, in neutral or acidic condition. On the other hand, the conductive polymer generally contains an acid as a 
dop>ant, and is negatively charged. Therefore, the conductive polymer colloidal solution and the silica sol can be mixed 
very well, but the conductive oxide sol and the conductive polymer colloidal solution are mixed, it leads remarkable 
agglomeration or gelation. In particular, in the case that the particle size of the conductive polymer colloids is small, this 
phenomenon remarkably occurs. Therefore, it is not easy to use the conductive oxide sol and the conductive polymer 

20 colloidal solution together. 

[0041] The surface of the conductive oxide colloidal particles (monodispersed or small cluster particles) can be cov- 
ered with the conductive polymer colloids by using the conductive oxide colloids and the conductive polymer colloids in 
hybrid. 

[0042] The present Invention has an object to achieve a composite formation that the conductive polymer colloids are 
25 strongly adsorbed on or bonded to the circumference of the conductive oxide colloids. 

[0043] In order to obtain the objective composite conductive sol by stably mixing colloids which originally form agglom- 
erate and gel, it is necessary to mix under strong stirring in a concentration such that remarkable agglomeration does 
not occur. 

[0044] Mixing and stirring are conducted using the conductive oxide sol in a concentration of 0.1 to 5% by weight and 
30 the conductive polymer colloidal solution in a concentration of 0.01 to 0.5% by weight at a temperature of 1 00 ""C or less, 
and preferably at room temperature, for 0.1 to 5 hours under strong stirring. 

[0045] The proportion of the conductive oxide sol and the conductive polymer colloidal solution is preferably 98/2 to 
5/95 in a conductive oxide/conductive polymer weight ratio. If the proportion of the conductive oxide is over the range, 
properties of tiie conductive oxide sol become predominant, and the effect by composite formation cannot sufficiently 

35 be obtained. Further, if flie proportion of the conductive polymer is over the range, properties of the conductive polymer 
become predominant, and the effect by composite formation cannot sufficientiy be obtained. In the hybrid of the con- 
ductive oxide colloids and the conductive polymer colloids, it is possible to have good conductivity under low concen- 
tration, tiiat is. under a state that the amount of hybridized colloidal particles in a binder is small, by appropriately 
selecting the ratio of the conductive oxide and the conductive polymer, and making the number of fine colloids of the 

40 conductive polymer in excess. 

[0046] The organic-inorganic composite conductive sol(hybrid sol) of the conductive oxide and the conductive poly- 
mer thus obtained by composite formation has a particle size of 1 00 to 300 nm by the measurement with a laser scat- 
tering method. 

[0047] In particular, the conductive polymer colloids have properties that tend to agglomerate, the colloids behave just 
45 like fibrous particles, and therefore are apt to develop good conductivity. 

[0048] Disper, homogenizer, mixer, Satake type mixer or the like can be used for mixing, and a mixer having a large 
shear force is preferable. 

[0049] After mixing, the mixture can be concentrated to a concentration of 1 to 30% by weight. The concentration is 
conducted by an evaporation using, for example, an evaporator under atmospheric pressure or reduced pressure, or an 
50 ultrafiltration. From the organic-inorganic composite conductive aqueous sol thus produced, an organic-inorganic con- 
ductive organosol can be produced by solvent substitution that a dispersion medium is changed from water to an 
organic solvent such as methanol or ethanol. 

[0050] The organic-inorganic composite conductive sol (hybrid sol) comprising the conductive oxide and the conduc- 
tive polymer according to the present invention is used alone or is used by mixing with an organic or inorganic binder. 
55 [0051] Examples of the organic binder which can be used include aqueous medium type binders such as acrylic or 
acryl styrene type resin emulsions; resin emulsions such as polyester emulsion, epoxy resin emulsion or silicone resin 
emulsion; aqueous binders such as water-soluble polymers(e.g.. polyvinyl alcohol or melamine resin liquid); and 
organic solvent type binders such as hydrolyzed liquids of silane coupling agents such as ( y-glyddoxypropyl trimetiiox- 
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ysilane. ultraviolet curing acrylic resin liquids, epoxy resin liquids, silicone resin liquids or solution liquids of organic sol- 
vents such as polyvinyl acetate, polycarbonate, polyvinyl butyrate. polyacrylate. polymethacrylate. polystyrene 
polyacrylonitrile. polyvinyl chloride, polybutadiene. polyisoprene or polyether. 

10052] Examples of the inorganic binder which can be used include ethylsilicate hydrolyzed liquid, silica sol specific 
5 water glass, and the like. 

[00531 In the case that the organic-inorganic composite conductive sol of the present invention is used as a photo- 
graphic material, it is preferable to add to the sol, as a binder, cellulose derivatives such as cellulose acetate cellulose 
acetophthalate. cellulose ether phthalate or methyl cellulose; soluble polyimides; emulsion polymerized copolymer 
such as copolymers of styrene and maleic anhydride or copolymers of styrene and methyl acrylate. vinylidene chloride 
10 or itaconic acid; and gelatin. 

[0054] The substrates which can be subjected to antistatic or conductive treatment using the organic-inorganic com- 
posite conductve sol of the present invention include molded articles of organic plastics, polycarbonates polyamides 
polyethylene, polypropylene, polyvinyl chlorides, polyesters, cellulose acetate and cellulose, and inorganic materials 
such as glasses or ceramic materials of aluminum oxide, and/or silicon dioxide. 

[0055] The organic-inorganic conposite conductive sol of the present invention can be used in antistatic electromag- 
netic wave shielding and heat shielding of display devices such as LCD. CRT or plasma display by mixing with the 
above-descnbed organic or inorganic binders, a sol Squid obtained by hydrolysis of a metal alkoxide such as tetraethox- 
ysilane, or a photocurable resin such as epoxy or acrylic resin. Further, it is possible to coat the organic-Inorganic com- 
posite conductive sol of the present invention on the substrate, followed by coating the organic or inorganic bindere and 
a sol liquid obtained by hydrolysis of a metal alkoxide such as tetraethoxysilane, or a photocurable resin such as epoxy 
or acrylic resin thereon. 

Examples 

[0056] The present invention is described below in more detail by the following exairples. but the invention is not lim- 
ited thereto. 

EXAMPLE 1 

[0057] Anhydrous zinc antimonate aqueous sol was obtained by the method described in JP-A-6-219743 The anhy- 
drous zinc antimonate aqueous sol obtained was a transparent, bluish green sol with a pH of 3.2 and a concentration 
of 12%. The sol had a conductivity of 132.5 us/cm. and thus did not substantially contain ions. This sol was diluted with 
pure water to a concentraton of 0.2%. The resulting solution had a transmittance of 60.2%. Further a particle size of 
a dned product of this sol calculated from a specific surface area by the BET METHOD and a primary particle size of 
this sol by the observation with a transmission electron microscope were 15 nm. A transmission electron micrograph 
(magnification: 200.000) of this anhydrous zinc antimonate aqueous sol is shown in Fig. 1 « 
[0058] A commercially available product. Baytron P (trade name, a product of Bayer AG) was used as a polythiophene 
colloidal solution. The Baytron P is an aqueous dispersion of polyethylene-dioxythtophene coltoid 
having a structure represented by the tollowing formula: 
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and contains polystyrenesulfonic acid as a dopant. 

[0059] As a result of observation with a transmission electron microscope, it was observed that Baytron P was com- 
prised of particles agglomerated into a spherical shape of 10 to 100 nm. agglomerates of fibrous particles having a 
minor axis of 2 to 5 nm and a major axis of 50 to 100 nm. and agglomerates of particles having the indefinite shape of 
several nm. From the quantitative point it was confirmed that the proportion of agglomerates of particles having a pri- 
mary particle size of 2 to 10 nm was large. 

[0060] 432.5 g of the anhydrous zinc antimonate aqueous sol obtained above was diluted with pure water to 1 ,731 g. 
A solution obtained by diluting 250 g of the polythiophene colloidal solution (Baytron P. trade name, a product of Bayer 
AG concentration: 1 .3%) with pure water to 1 .810 g was added to the above solution with stirring using a disper. After 
the addition, the resulting solution was further stirred with a disper for 1.5 hours. The resulting organic-inorganic com- 
posite conductive sol was concentrated to 735 g using a rotary evaporator The organic-inorganic composite conductive 
sol thus obtained had a conductive oxide/conductive polymer weight ratio of 94.2/5.8, a concentration of 7.3%, a pH of 
2.5 and a particle size of 157 nm measured with a particle size distribution measurement device by laser scattenng 
method. This sol was diluted with pure water to 0.2%, and the resulting solution had a transmittance of 44.9%. This sol 
was coated on a glass plate using an applicator having a clearance of 1 0 [im. and dried at 1 1 0 *>C. The resulting coating 
layer had a surface resistance of 0.5 to 0.7 Ma Further, a dried product of this sol had a volume resistivity of 81Q • 
cm. When this sol was observed using a transmission electron microscope, it was observed that the polythiophene col- 
loids were adsorbed on or bonded to the periphery of the anhydrous zinc antimonate particles. A transmission type 
electron micrograph (magnification: 200.000) of this organic-inorganic composite conductive sol Is shown In Fig. 2. 



EXAMPLE 2 

[0061] 500 g of the anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 2.000 
g. A solution obtained by diluting 145 g of the polythiophene colloidal solution (Baytron P. trade name, a product of 
Bayer AG. concentration: 1.3%) used in Example 1 with pure water to 1.045 g was added to the above solution with 
stin-ing using a disper. After the addition, the resulting solution was further stirred with a disper for 1 .5 hours. The result- 
ing organic-inorganic composite conductive sol was concentrated to 825 g using a rotary evaporator. The organic-inor- 
ganic composite conductive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 97/3, a 
concentration of 7.4%. a pH of 2.8 and a particle size of 1 51 nm measured with a particle size distribution measurement 
device by a laser scattering method. This sol was diluted with pure water to 0 .2%. and the resulting solution had a trans- 
mittance of 51.5%. This sol was coated on a glass plate using an applicator having a clearance of 10 nm. and dried at 
1 10 ^C. The resulting coating layer had a surface resistance of 1.5 to 2.3 Ma Further, a dried product of this sol had a 
volume resistivity of 1 51 a • cm. 
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EXAMPLE 3 

[0062] 400 g of the anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 1 600 
g. A solution obtained by diluting 346 g of the pdythiophene colloidal solution (Baytron P. trade name, a produrt of 
Bayer AG. concentration: 1.3%) used in Example 1 with pure water to 2.500 g was added to the above solution with 
stimnci 

using a disper. After the addition, the resulting solution was further stirred with a disper for 1.5 hours The resultina 
organic-inorganic composite conductive sol was concentrated to 700 g using a rotary evaporator. The organic-inorgante 
composite conductive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 91 5/8 5 a concen- 
h^tion of 7.2%^ a pH of 2.3 and a particle size of 1 56 nm measured with a particle size distribution measurement device 
by a laser scattering method. This sol was diluted with pure water to a concentration of 0.2%. and the resulting solution 

2^ HrSTTi'To''^ ™^ "^^^ ""^^^^ °" ^ 9'^^ P'«'« applicator having a clearance of 10 pm. 

and dr ed at 1 10 C. The resulting coating layer had a surface resistance of 0.3 to 0.5 Ma Further, a dried product of 
this sol had a volume resistivity of 61 n • cm. h »~ 

EXAMPLE 4 

[0063] 500 g of the anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 2 000 
g. A solution obtained by diluting 217 g of the polythiophene colloidal solution (Baytron P. trade name, a product of 
Bayer AG. concentration: 1.3%) used in Example 1 with pure water to 1.563 g was added to the above solution with 
stimng using a disper After the addition, the resulting solution was further stin-ed with a disper for 1 .5 hours The resuft- 
ing organic-inorganic composite conductive sol was concentrated to 837 g using a rotary evaporator. The organic-inor- 
ganic composite conductive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 95 5/4 5 a 
concentration of 7.4%. a pH of 2.6 and a particle size of 1 53 nm measured with a particle size distribution measurement 
device by a laser scattenng method. This sol wasdiluted with pure water to to a concentration of 0.2% and the resulting 

in n?" ?^^i!f "f "^'^ °" « P'«^« an applicator having a clearance of 

1 0 MiTi, and dned at 1 1 0 "C. The resulting coating layer had a surface resistance of 0.7 to 1 .2 M a Further a dried orod- 
uct of this sol had a volume resistivity of 102n- cm. 

EXAMPLE R 

10064] Anhydrous zinc antimonate aqueous sol was obtained by the method described in JP-A-6-219743 The anhv- 
,^^'""1^.*"*''?°"^*® aqueous sol obtained was a transparent, bluish green sol with a pH of 4.1 and a concentration 
?fi^^ P 1^ «as diluted with pure water to a concentration of 0.2%. The resulting solution had a transmittance of 
68J /o. Further, a particle size of adried product of this sol calculated from a specific surface area by the BET METHOD 
mnccf ^'^^ °* obsen^ation with a transmission electron microscope were 15 nm 

K* ^ J^ ,^. this anhydrous zinc antimonate aqueous sol was diluted with pure water to 2.800 g. a' solution 
^'^T^ ^ Po'Vt^'ioPhene colloidal solution (Baytron P. trade name, a product of Bayer AG con- 

centration: 1^ ^) used in Example 1 with pure water of 1 .600 g was added to the above solution with stirring using a 
disper After the addition, the resulting solution was further stirred with a disper for 0.5 hours. The resulting organic-inor- 
ganic composite conductive sol was concentrated to 800 g using a rotary evaporator. The organic-Inorganic composite 
conductive sol thus obtaned had a conductive oxide/conductive polymer weight ratio of 94.2/5.8. a concentration of 
10.6 ^. a pH of 2.6 and a particle size of 193 nm measured with a particle size distribution measurement device by a 
l^er scattenng method. This sol was diluted with pure water to a concentration of 0.2%, and the resulting solution had 
a transmittance of 44.9%. Further, a dried product of this sol had a volume resistivity of 1 05 n • cm. 

EXAMPLFR 

[0066] Anhydrous zinc antimonate aqueous sol was obtained by the method described in JP-A-6-21 9743 The anhv- 
I?o aqueous sol obtained was a transparent, bluish green sol with a pH of 3.2 and a concentration 

of 12.5 ^. This sol had a conductivity of 102.0 ns/cm, and did not substantially contain ions. This sol was diluted with 
pu^water to a concentration of 0.2% The resulting solution had a transmittance of 38.6%. Further, a particle size of a 
1 I! "o"" a specific surface area by the BET METHOD and a primary particle size of this 

SOI by the obsenration with a transmission electron microscope were 20 nm. 

^ anhydrous zinc antimonate aqueous sol was diluted with pure water to 2.000 g A solution 

obtained by diluting 288 g of a polythiophene colloidal solution (Baytron P. trade name, a product of Bayer AG. concen- 
tration: 13%) with pure water to 1 ,800 g was added to the above solution with stirring using a disper. After the addition 
the resulting solubon was further stinred with a disper for 1.5 hours. The resulting organic-inorganic composite conduc- 



8 



<EP ^0962943A1J_> 



EP 0 962 943 A1 



tive sol was concentrated to 850 g using a rotary evaporator. The organic-inorganic composite conductive sol thus 
obtained had a conductive oxide/conductive polymer weight ratio of 94.2/5.8. a concentration of 7.4% a pH of 2.4 and 
a particle size of 170 nm measured with a particle size distribution measurement device by a laser scattering method. 
This sol was diluted with pure water to a concentration of 0.2%, and the resulting solution had a transmittance of 3 1 . 1 %. 
5 This sol was coated on a glass plate using an applicator having a clearance of 1 0 ^m. and dried at 11 0 ''C. The resulting 
coating layer had a surface resistance of 0.5 to 0.7 MQ Further, a driedproduct of this sol had a volume resistivity of 74 
a* cm. 

EXAMPLE 7 

10 

[0068] 500 g of the anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 2.000 
g. A solution obtained by diluting 1.154 g of the poiythiophene colioidal solution (Baytron P. trade name, a product of 
Bayer AG, concentration: 1.3%) used in Example 1 with pure water to 8.300 g was added to the above solution with 
stirring using a disper. After the addition, the resulting solution was further stirred with a disper for 2 hours. The resulting 

15 organic-inorganic composite conductive sol was concentiated to 1,180 g using a rotary evaporator. The organic-inor- 
ganic composite corKluctive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 80/20. a con- 
centration of 6.4%, a pH of 2.0 and a particle size of 173 nm by the measurement with a particle size distribution 
measurement device by a laser scattering method. This sol was diluted with pure water to a concentration of 0.2%, and 
the resulting solution had a transmittance of 18.5%. This sol was coated on a glass plate using an applicator having a 

20 clearance of 25 ^m. and dried at 1 lO^C. The resulting coating layer had a surface resistance of 0.1 to 0.4 M Q. Further, 
a dried product of this sol had a volume resistivity off 106O • cm. 

EXAMPLE 8 

25 [0069] 1 08 g of the anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 433 g. 
A solution obtained by diluting 1 .000 g of the poiythiophene colloidal solution (Baytron P. trade name, a product of Bayer 
AG. concentration: 1 .3%) used in Example 1 with pure water to 7,220 g was added to the above solution under stirring 
with a disper. After the addition, the resulting solution was further stirred with a disper for 2 hours. The resulting organic- 
inorganic composite conductive sol was concentrated to 1 .000 g using a rotary evaporator. The organic-inorganic com- 

30 posite conductive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 50/50. a concentration 
of 2.7%. a pH of 1 .9 and a particle size of 159 nm measured with a particle size distribution measurement device by a 
laser scattering method. This sol was diluted with pure water to a concentration of 0.2%. and the resulting solution had 
a transmittance of 5.0 %. This sol was coated an a glass plate using an applicator having a clearance of 80 ^m, and 
dried at IIO^'C. The resulting coating layer had a surface resistance of 0.02 to 0.03 Ma Further, a dried product of this 

35 sol had a volume resistivity of 98 Q * cm. 

EXAMPLE 9 

[0070] 27 g of tiie anhydrous zinc antimonate aqueous sol used in Example 1 was diluted with pure water to 108 g. 

40 A solution obtained by diluting 1 .000 g of the poiythiophene colloidal solution (Baytron P. trade name, a product of Bayer 
AG, concentration: 1 .3%) used in Example 1 with pure water to 7.220 g was added to the above solution with stirring 
using a disper. After the addition, the resulting solution was further stirred with a disper for 2 hours. The resulting 
organic-inorganic composite conductive sol was concentrated to 1,000 g using a rotary evc^^orator. The organic-inor- 
ganic composite conductive sol thus obtained had a conductive oxide/conductive polymer weight ratio of 20/80, a con- 

45 centration of 1.7%, a pH of 1.9 and a particle size of 191 nm measured with a particle size distribution measurement 
device by a laser scattering method. This sol was diluted with pure water to a concentration of 0.2%, and the resulting 
solution had a transmittance of 1.5 %. This sol was coated on a glass plate using an applicator having a clearance of 
125 ^m. and dried at IIO^'C. The resulting coating layer had a surface resistance of 0.02 to 0.03 M n. Further, a dried 
product of this sol had a volume resistivity off 1 55Q * cm. 

so 

COMPARATIVE EXAMPLE 1 

[0071] To 432.5 g off the anhydrous zinc antimonate aqueous sol (concentraion : 12%) used in Example 1 was added 
250 g off the poiythiophene colloidal solution (Baytron P. trade name, a product of Bayer AG. concentration: 1 .3%) used 
55 in Example 1 with stirring using a disper. /Vfter the addition, the resulting solution was further stirred with a disper for 1 .5 
hours. Agglomerates were formed at tiie addition of the poiythiophene colloidal solution, and the agglomerates did not 
disappear even after stirring for 1 .5 hours. In this mixture, while the agglomerates precipitated to form tNO layers, the 
supernatant was a composite sol. 
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COMPARATIVE EXAMPLE 2 

[0072] A KOH aqueous solution was added to the acidic anhydrous zinc antimonate aqueous sol used in Example 1 
to obtain a stable alkaline sol having a pH of 8. This alkaline sol and the polythiophene colloklal solution used in Exam- 
ple 1 were mixed in the proportion as in Comparative Example 1. At the time of mixing, remarkable agglomerates 
formed, and these agglomerates did not disperse by stirring. The entire agglomerates precipitated. The supernatant 
was only Baytron. 

The effects of the present invention 

[0073] The composite sol of the conductive oxide and the conductive polymer according to the present invention is 
that a dried product thereof (coating layer) shows less coloration, has good transparency and shows high conductivity 
even by the use of the sol alone. Thus, the stability of the sol is good. Therefore, the composite sol can be used alone 
as an antistatic agent. 

[0074] The composite sol of the conductive oxide and the conductive polymer has a good compatibility with an organic 
binder, and therefore can prepare, for example, a transparent antistatic paint. The transparent antistatic paint using the 
organic-inorganic composite conductive sol is coated on plastic plates, plastic films or the like and dried to form a coat- 
ing layer, and such a coating layer has good transparency, conductivity, flexibility and film hardness even if a thickness 
of the layer is large. Further, even If a thickness of the coating layer is small, the coating layer shows good and stable 
conductivity Further, even if the coating layer after drying is further subjected to a processing, the conductivity of the 
coating layer can be maintained. 



Claims 

25 1 . An organic-inorganic composite conductive sol comprising colloidal particles of conductive oxide having a primary 
particle size of 5 to 50 nm. and colloidal particles of conductive polymer. 

2. The organic-inorganic composite conductive sol according to claim 1 . wherein the colloidal particles of conductive 
oxide are colloidal particles of conductive zinc antimonate. colloidal particles of conductive indium antimonate or a 

30 mixture thereof. 

3. The organic-inorganic composite conductive sol according to claim 1 or 2. wherein the colloidal particles of conduc- 
tive polymer have a primary particle size of 2 to 10 nm. 



35 4. 



The organic-inorganic composite conductive sol according to claim 1 . 2 or 3. wherein the conductive polymer is pol- 
ythiophene or polythiophene derivative. 

5. The organic-inorganic composite conductive sol according to claim 1 . 2. 3 or 4. wherein the proportion of the con- 
ductive oxide and the conductive polymer is 98/2 to 5/95 in the conductive oxide/conductive polymer weight ratio. 

6. A process for producing an organic-inorganic composite conductive sol according to claim 1 , wherein a conductive 
oxide sol having a concentration of 0. 1 to 5% by weight and a conductive polymer colloidal solution in a concentra- 
tion of 0.01 to 0.5% by weight are mixed and then concentrated. 

7- The process for producing an organic-inorganic composite conductive sol according to claim 6. wherein the con- 
ductive oxide sol is an aqueous sol which does not substantially contain ions, and the conductive polymer colloidal 
solution is an aqueous colloidal solution. 
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